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PROCESSES

Measuring

the

Circumference

of the

Stone

p. 153

Measuring
the

Depth
of the
Stone
p, 154

Gauging
p. 346

Annealing
p. 18

Pickling
p. 22

Laying
out
the
Pattern

Sawing
p. 31
Marking
Scoring

Bending

BEZEL

Measure one side of the stone at the girdle to
determine the length to cut the strip for the
bezel.

Measure with the dividers over the curve of the
stone to determine the width of the strip for
the bezel.

If the bezel is to be set.on a curved surface see
Question 10.

Gauge the metal, sterling silver sheet 24-gauge.
Anneal the metal.
Clean in pickle.

Place the dividers over the straight edge of the
24-gauge metal.

Scratch a line on the metal, a little more than
twice the length of one side.

Saw two strips this measured length.

Scratch a line across the center of each strip.

File about % inch through the silver with the
corner of the square file; keep the angle of the
file straight.

Bend each piece of silver at a right angle at the
filed angle.